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AMENDMENTS TO THE CLAIMS; 

The following listing of claims replaces all prior versions of claims in this Application: 

Listing of Claims; 

Claim 1 (currently amended); A thcimoplastic multi^Iayer film for foiming hermetic seals on 
packages con^sing: 

(a) a . core _layer [B] comprising polypropylene and a softening additive having a 
^ckness of 5 microns to 2S ; 

(b) a.sealant layer [C] comprising a copolymer having a thickness of 5 mir,m«^ 
microns . 

Claim 2 (cuncntly amended): The fihn of claim 1. wherein the copolymer of thesealanLlayer 
[C\ is selected from the group consisting of ethylene-propylene copolymer, ethylene-propylene- 
butene-1 terpolymer, propylene-butene copolymer, and mixtures thereof. 

Claim 3 (cuirently amended): The fihn of claim 1 further comprising ^JeasLone,additional 
layer [A] comprising a material selected from the group consisting of high density polyethylene, 
medium density polyethylene, and mixtures ftereof. 

Claim 4 (currently amended): The fdm of claim 1 wherein the softening additive in the core 
layer [B] comprises a material selected from the group consisting of ethylene-propylene 
copolymers, teipolymcrs, thermoplastic hydrocarbons, hydrocarbon resins, and cyclopentadiene 
hydrocarbon. 

Claim 5 (currently amended): The film of claim 1 wherein the softening additive in the cor^ 
layer [B] comprises a hydrocarbon resin. 



Claim 6 (currently amended): Tlie film of claim 1 ^vherein the softening additive in Ae 
layer [B] comprises cyclopoitadiene hydrocarbon. 



core 
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Claim 7 (currentiy amended): ITie film of claim 1 wherein the softening addiHve in ^ 
layer [B] comprises ftom about 2% to about 15% by weightof the coie layerl B]. 



core 



Claim 8 (currently amended): The film of claim 5 wherein the softening additive in ^ 
layer [B] comprises from about 2% to about 15% by weight of the core layer[ B]. 



fi^core 



core 



Claim 9 (currently amended): The fihn of claim 6 v*erein the softening additive in fte 

layer [B] comprises from about 2% to about 15% by weight of the core layer[ B]. 

Claim 10 (canceled) 

Claim 11 (original): The fihn of claim 1. wherein the thickness of the fihn is from about 17 
microns to about 31 micions. 

Claim 12 (currently amended): The film of claim 3, wherein the thickness of the fihn is from 
about 17 microns to about 3 1 microns[; the layer C thickness is from about 5 microns to about 10 
microns; the layer B thickness is from about 5 microns to about 25 microns;] and the MisSgtiiflS 
additional layer [A] thickness is fixim about 1 micron to about 10 microns. 

Claim 13 (original): The fihn of claim 1, wherein the fihn is biaxiaUy oriented. 

Claim 14 (origmal): The fihn of claim 1, wherein the fihn is uniaxially oriented. 

Claim 15 (original): The fihn of claim 1, wherem the fihn is hennetically scalable in a machine 
for making packaging bags with a combmation of a fin seal and crimp seals or a combination of 
a lap seal and crimp seals. 

Claim 16 (currently amended): The fihn of claun 3. wherem the at least one addirinn.1 Uy„ [ aj 
is metallized. 
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Claim 1 7 (currently amended): The film of claim 3, wherein the at lea^ one «HHitinn.t layer [A] 
comprises high density polyethylene. 

Claim 1 8 (currently amended): The film of claim 3, herein the at least one «HHif;nn.i layer [a] 
con4>iises medium density polyethylene. 

Claim 19 (currently amended): The film ofclaim 3 fiwher comprising a coating ^pUed to the 
least one additinnal layer[ A]. 

Claim 20 (currently amended): A thermoplastic multi-layer film for forming hermetic seals on 
packages comprising: 

(a) acOTS layer [BJ comprising polypropylene and a softening additive wherein the 
core layer [B] has a first side and a second side; 

(b) a sealan t layer [C] comprising a copolymer wherein the sealant layer [C] has a 
first side and a second side, wherein the first side of the sealant layer [CJ is adjacent to the 
second side of the core layer[ B]. 

Claim 21 (currenUy amended): The film of claim 20 fiirtiier comprising at least one ^H.-tinn., 
layer [A] comprising a material selected from the group consisting of high density polyethylene, 
medium density polyethylene, and mixtures thereof wherein the at lei«t nn^ .^ ^^^iti^^o^ i^y^ j^j 
has a first side and a second side wherein the second side of the ai 1^^ on. i^yer £A] 

is adjacent to the first side of the core Iayer( B]. 

Claim 22 (original): A method of producing a thermoplastic multi-layer film comprising the 
steps of: 

(a) coextruding a first layer comprising; a second layer comprising polypropylene 
and a softening; and a third layer comprising a copolymer; 

(b) orienting the film in the machine direction at an elevated temperature. 
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Claim 23 (original): TTie method of claim 22 further comprising the step of orienting said film in 
the transverse direction at an elevated temperature. 

Claim 24 (original): The method of claim 22 further comprising the step of corona said third 
layer. 

Claim 25 (original): The method of claim 22 flmher comprising the step of flame treating said 
third layer. 

Claim 26 (original): The method of claim 22 further comprising the step of plasma treating said 
third layer. 

Claim 27 (original): The method of claim 22 ftirther comprising the step of priming said third 
layer. 



Claim 28 (original): The method of claim 22 wherein the film produced has a MST below 1 70 
degrees fehrenheit 



Claim 29 (original): The fibn of claim 1 wherein the film has a MST below 170 degrees 
fahrenheit. 
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